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SPECIFICATION 

PRINTED CIRCUIT BOARDS AND METHOD OF PRODUCING THE SAME 

Technical Field 

nvention relates to a printed circuit board and a 
method of producing^thesSame , and more particularly to a 
printed circuit board which ctovpontrol the occurrence of 
cracks in the heat cycle and prevent ^the^dis solution of the 





conductor circuit caused in the roughening of 
insulating layer without the degradation of 
a— method of producing the same , 

Background Art 




terlaminar 



^^fc^cently, 



so-called build-up multilayer wiring board is 
noticed frok a demand for high densif ication of multilayer 
wiring boards TS. This build-up multilayer wiring board is 
produced, for example , by a method as described in JP-B-4- 
55555. That is, an insulating agent composed of a 
photosensitive adhesive ^pr electroless plating is applied onto 
a core substrate, dried, exposed to a light and developed to 
form an inter laminar insulatingspesin layer having openings for 
viaholes , and then the surface of €he in terlaminar insulating 
resin layer is roughened by treating wibh an oxidizing agent or 
the like, and a plating resist is formed onHhe roughened 
surface, and thereafter a non-forming portion oK^he plating 
resist is subjected to an electroless plating to f ornT^vi^lioles 
and conductor circuits , and then such steps are repeated plur| 
times to o b tain a build u prTBu±tilaver wiring board. 

However, in the thus obtained multilayer printed 
circuit board, the conductor circuit is formed on the non- 
forming portion of the plating resist and the plating resist 
remains in the inner layer as it was . 
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s, if IC chips are mounted on such a wiring 
board, ther e^s^a problem that warping of the board is caused 
by a difference of thejqnal expansion coefficient between IC 
chip and the insulating resoTh^4^Y er i n th© heat cycle to 
concentrate stress into a boundary^or^ion between the plating 
resist and the conductor circuit due to po&r^dhesion property 
therebetween and hence cracks are generated in t*I&^mterlaminar 
""In sulating layor- contacting with - the bouiiddiy pui. bagOtvA 

As a technique capable of solving this problem, there 
is a method of removing the plating resist retained in the 
inner layer and forming a roughened layer on the surface of the 
conductor circuit to provide an adhesion to the inter laminar 
insulating layer. For example, JP-A- 6-2838 60 discloses a 
technique of removing the plating resist in the inner layer and 
providing a roughened layer of copper-nickel-phosphorus on the 
surface of the conductor circuit composed of an electroless 
plated film to prevent interlaminar peeling. 

3^j^^/ >^n^the invention of JP-A- 6-2838 60 , however, there is no 
understanding about cracks caused when the heat cycle test is 
actually carriedyout after the mounting of IC chips , and only 
a conductor circuit\:^mposed of only an electroless plated film 
is disclosed. Moreover T^when a supplementary test of the heat 
cycle at -55 C C~+125 < C is carried out about the effect (see 
Comparative Example 1 as mentionedH^ter) ,the occurrence of 
crack is not observed in about 1000 cycl^s>^but when the cycle 
number exceeds 1000 cycles, th^_ nrrrurrn np rrnr lr 




As another technique capable of solving the above 
problem, there is considered a method of adopting so-called 
semi-additive process to remove the plating resist. In the 
semi-additive process, however, the conductor circuit is 
comprised of an electroless plated film and an electrolytic 
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plated film, so that there is a problem that when the surface 
of the insulating resin layer is subjected to a roughening 
treatment, a surface portion composed of the electrolytic 
plated film of the conductor circuit is dissolved by the local 
electrode reaction . 

On the other hand, in order to mount IC chips on the 
printed circuit board, it is necessary to form a solder bump on 
the circuit board. As a method of forming the solder bump, 
there has hitherto been adopted a method wherein an alignment 
mark composed of a conductor layer is previously formed on a 
mask for printing such as a metal mask, a plastic mask or the 
like and a printed circuit board in order to determine 
positioning of the mask for printing and the printed circuit 
board, and then both alignment marks are adjusted to each other 
to laminate the mask for printing on the printed circuit board 
at a given position, and thereafter a cream solder is printed 
thereon. In this case, a solder resist layer opening a portion 
of the alignment mark or the pad for solder bump formation is 
formed on the printed circuit board. 

Therefore, if IC chips are mounted on such a printed 
circuit board, there is a problem that warping of the board is 
caused by a difference of thermal expansion coefficient between 
IC chip and the insulating resin layer in the heat cycle to 
concentrate stress in a boundary portion between the solder 
resist layer and the conductor layer (inclusive of the 
alignment mark and the pad for solder bump formation) due to 
the absence of adhesion therebetween and hence cracks are 
generated in the solder resist layer starting from the boundary 
portion and the solder resist is peeled off. 

It is, therefore, an object of the invention to solve 
the aforementioned problems of the conventional technique . 
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It is a main object of the invention to provide a 
printed circuit board capable of effectively preventing cracks 
and interlaminar peeling of the interlaminar insulating layer 
created in the heat cycle without degrading other properties , 
particularly peel strength of conductor (adhesion between a 
conductor circuit and an interlaminar insulating layer, 
adhesion between a viahole and an under layer conductor 
circuit, or adhesion between a conductor layer and a solder 
resist layer) . 

It is another object of the invention to provide a 
printed circuit board capable of preventing the dissolution of 
the surface of the conductor circuit through the local 
electrode reaction . 



T-b io the othcjj, object Of the "-in^^itionto provide a 
method of advantageously producing a prinfoH pt^^j- 

'board^ — " " * " 

Disclosure of the Invention 

The inventors have made various studies in order to 
achieve the above objects and as a result the invention lying 
in the following constructions has been accomplished. 

(1) The printed circuit board according to the 
invention is a printed circuit board formed by laminating an 
interlaminar insulating layer on a conductor circuit of a 
s\abs tr ate and repeating formation of conductor circuit and an 
interlaminar insulating layer, characterized in that the 
conductor circuit is comprised of an electroless plated film 
and an electrolytic plated film, and a roughened layer is 
formed on at least a part of the surface of the conductor 
circuit . 

(2) The printed circuit board according to the 
invention is a printed circuit board formed by laminating an 
interlaminar insulating layer on a conductor circuit of a 
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substrate and repeating formation of conductor circuit and an 
interlaminar insulating layer, characterized in that the 
conductor circuit is comprised of an electroless plated film 
and an electrolytic plated film, and a roughened layer is 
formed on at least a part of the surface of the conductor 
circuit, and the surface of the roughened layer is covered with 
a layer of a metal having an ionization tendency of more than 
copper but less than titanium or a noble metal. 

3^^^ :E«i^the^printed circuit board described in the item (1) 
or (2) , it is preffesa^le that the roughened layer is formed on 
at least a part of the surface xiiulnasiscg^of a side surface of 
the conductor circuit and that the roughened l ayer is a 
la yer of coppo i — n inlrol - phosph o rus dXloy . 

(3) The method of producing the multilayer printed 
circuit board according to the invention comprises steps of 
subjecting a surface of a substrate to an electroless plating, 
forming a plating resist thereon, subjecting the substrate to 
an electrolytic plating, removing the plating resist, etching 
and removing the electroless plated film beneath the plating 
resist to form a conductor circuit comprised of the electroless 
plated film and the electrolytic plated film, forming a 
roughened layer on at least a part of the surface of the 
conductor circuit and then forming an interlaminar insulating 
layer theron . 

v^\^ (^^The method of producing the multilayer printed 
circuit boar^S^ccording to the invention comprises steps of 
subjecting a surfafc^of a substrate to an electroless plating, 
forming a plating resis^fcljereon, subjecting the substrate to 
an electrolytic plating, removing the plating resist, etching 
and removing the electroless plated^fo^lm beneath the plating 
resist to form a conductor circuit compri^ecLof the electroless 
pi afoH^f -ijuw- ana ore g±gerfcrolyi tc ^.ii^d^Fii^^ f or m-ir^ 
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jhened layer on at least a part of the surface of the 

, covering the surface of the roughened layer 
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with a layer of a 
than copper but less than 
ap — inte^i 



an ionization tendency of more 
or a nobl e m et al a nd f ol 
er thereon . 



3^ft>^ xn tJie^fte^hod^ described in the item (3) or (4) , the 
>ughened layer is preferable to be forme d b^ZZoXa^faiu of 



roughened layer is prefer abl 
co^ej^-i^elftel -phQ o pnoria^ ciX-TO y. 

(5) The printed circuit board according to the 
invention is a multilayer printed circuit board comprising a 
siobs trate provided with an under layer conductor circuit, an 
interlaminar insulating layer formed thereon and an upperlayer 
conductor circuit formed on the interlaminar insulating layer, 
and a viahole connecting both the conductor circuits to each 
other, in which the viahole is comprised of an electroless 
plated film and an electrolytic plated film, and a roughened 
layer having an roughened surface formed by etching treatment, 
polishing treatment, or redox treatment, or having a roughened 
surface formed by a plated film is formed on at least a part of 
the surface of the lower layer conductor circuit connecting to 
the viahole . 



111 Llie yr in L ed oircui iL^oard^described in the item (5) , 
the roughened layer is preferable to be form ed b^ 
coEBejMii ukfes 1 -pi to y pho ru s al 1 oy . 

S^p$ A&K^The method of producing the multilayer printed 
circuit' board a^t?o^ding to the invention comprises steps of 
forming an under layer ^&©A£Luctor circuit on a surface of a 
substrate, forming a roughenecf^iraxer by an etching treatment, 
polishing treatment, redox treat^ent/^s<a plating treatment on 
at least a part of a surface of the under layeK^onductor 
circuit to be connected to a viahole, forming an int^N^minar 
^in sulatin g layer—thereon-; — and fox n tiiny openings fox viali u l * 
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pointer laminar insulating layer, subjecting the inter laminar 
insulating layei*^o-a|ielectroless plating, forming a plating 
resist thereon and sub jecting^tKe^gT3fa B Ua LG - t ganelectroly tic 
plating, removing the plating resist , etching a n rU 
electroless 
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film beneath the plating resist to form an upperlayer conductor 
circuit comprised of the electroless plated film and the 
electrolytic plated film and a viahole . 

i ~*3Eir~"tfie~Tn e^&0€ i HaanrihoH in -t-^cv i f om (^ j^^th e roughe ned 
layer is preferable to be formed by piafinq ^ r ^ppo^ n^frg^. 
^ phoophor* 

(7) A printed circuit board provided with a conductor 
layer used as an alignment mark, in which a roughened layer is 
formed on at least a part of the surface of the conductor 
layer , 




printed circuit board described in the item (7) , 
the conductor layer is pref eragl£""" tu b* =r-eoinR £ised of an 
g^gctee^e ss pl ate d m m and an electroly tic plated fi^ 

(8) A printed circuit board provided with a conductor 
layer used as an alignment mark, in which the conductor layer 
is comprised of an electroless plated film and an electrolytic 
plated film. 

*tt>- Min p^nfnH ^^^^t ^ f^H described in the item (8) , 
it is preferable that the roughened^Tayer^^s^ i«*a Q + 



a^pa^fe— of~ uie sur r ace of the conductor layer. 

.the printed circuit board described in the item (7) 
or (8) , it is pref eraBte- < teha£ L _the alignment mark is an opening 
portion formed by exposing only the surfaee^f the conductor 
layer from a solder resist formed on the conductor^layor, and 
it is preferable that a metal layer of nickel-gold is 



f ormec 



the— ogndti otor - lay e x exp o sed f rom me opening portion . 

Qp y / further, in the printed circuit board described in the 
item (7) or (8TT^t-^is pref erable that the alignment mark is 
used for positioning to a^riQted mask, an IC chip mounting and 
positioning in the mounting of a prirvt^dcircuit board packaged 
rr jondtictotf element to another printed " 
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Brief Explant ion of the Drawings 

Figs. 1-19 are flow charts showing production steps of 
a printed circuit board in Example 1 ; 

Fig. 20 is a triangular diagram showing a composition 
of copper-nickel-phosphorus roughened layer; 

Figs. 21-40 are flow charts showing production steps of 
a printed circuit board in Example 5 ; 



_41_is a partially sectional view showing an 
alignment mark composed of a cong tueLuj. la y er and-uged for 
^positionin g to a printer! maole e g nn TP nhip mounting 

3^^S^^^42 is a partially sectional view showing an 
alignment mark cofiipno3«d^OLt_a^conductor layer and used for 
positioning in the mounting of apSlTted ^ircu it board packaged 
a semijcxtndug£ag pi^ mon-h fee-aaotirei printed rcut t* 1 n * nrn } m4 

Fig. 43 is a plane view of a printed circuit board. 

In these drawings, numeral 1 is a substrate, numeral 2 
an interlaminar insulating resin layer (an adhesive layer for 
electroless plating) , numeral 2a an insulating layer, numeral 
2b an adhesive layer, numeral 3 a plating resist, numeral 4 an 
inner layer conductor circuit (an inner layer copper pattern) , 
numeral 5 an outer layer conductor circuit (an outer layer 
copper pattern) , numeral 6 an opening for viahole, numeral 7 a 
viahole (BVH) , numeral 8 a copper foil, numeral 9 a through- 
hole, numeral 10 a filling resin (a resin filler) , numeral 11 a 
roughened layer, numeral 12 an electroless copper plated film, 
numeral 13 an electrolytic copper plated film, numeral 14 a 
solder resist layer, numeral 15 a nickel plated layer, numeral 
16 a gold plated layer, numeral 17 a solder bump (a solder 
body) , numeral 18 an alignment mark (used for positioning to a 
printed mask) , numeral 19 an alignment mark (used for 
positioning to an IC chip mounting) , numeral 20 an alignment 
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mark (used for positioning in the mounting of a printed, circuit 
board packaged a semiconductor element to another printed 
circuit board) , numeral 21 a pad for solder bump formation, 
numeral A a product portion. 

Best Mode for Carrying Out the Invention 

(D. The printed circuit board according to the 
invention lies in a point that the conductor circuit is 
comprised of an electrolytic plated film and an electroless 
plated film, and the electroless plated film is located at an 
inner layer side and the electrolytic plated film is located at 
an outer layer side (see enlarged views of Fig. 18 and Fig. 

such a structure, since the electrolytic plated film 
is softer ahd more malleable than the electroless plated film, 
the conductor circuit is able to follow to a size change of the 
interlaminar insulat4^[ i g resin layer as an upper layer even if 
warping of the board is^g^nerated in the heat cycle. Moreover, 
in the printed circuit boardN^cording to the invention, since 
the roughened layer is formed on t^e surface of the conductor 
circuit, the conductor circuit is strofrg^^ adhered to the 
interlaminar insulating resin layer as an upjteaclayer and is 
more easy to follow to a size change of the interlanHTna j^ 
-Miaiilg iLiinj JL^in 1 aye^ , . 

Particularly, it is advantageous to form the roughened 
layer on at least a side face of the conductor circuit, which 
can control cracks generated in the interlaminar insulating 
resin layer starting from the boundary portion between the side 
face of the conductor circuit and the interlaminar resin 
contacted therewith . 

©. The printed circuit board according to the 
invention lies in a point that the viahole is comprised of an 
electrolytic plated film and an electroless plated film, and 
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the electroless plated film is located at an inner layer side 
and the electrolytic plated film is located at an outer layer 



side (see enlarged views of Fig. 18 and Fig. 19) 




yirj^such a structure, since the electrolytic plated film 
is softer an^k^more malleable than the electroless plated film, 
the viahole is able to follow to a size change of the 
inter laminar insularsi^ng resin layer as an upper layer even if a 
warp of the board is generated in the heat cycle. Moreover, 
the viahole in the printedScircuit board according to the 
invention is constructed at tra^ inner layer side with the hard 
electroless plated film and also s^ch an electroless plated 
film is adhered to the under layer cd**ductor circuit through 
the roughened layer, so that the viahole\s not peeled off from 
the under layer conductor circuit in the heifcfc^cycle. Because 
the metal layer encroached by the roughened lay^: is the harder 
electroless plated film, and hence the breakage at ^fch^ metal 



short, when the viahole is comprised of only the 




electrolyticxplated film, even if it is adhered to the under 
layer conductor\circuit through the roughened layer, the 
electrolytic plated film itself is soft and is apt to peel off 
due to the heat cycled While, when the viahole is comprised of 
only the electroless plated film, it can not follow to the size 
change of the in ter laminar N^nsula ting resin layer and hence the 
crack is caused in the interlaminar insulating resin layer 
existing on the viahole. In the printed circuit board 
according to the invention, the viahbj^e is comprised of the 
electrolytic plated film and the electroless plated film and 
connected to the under layer conductor circi^t through the 
roughened layer, so that the occurence of craclc^generated in 
the interlaminar insulating resin layer on the viahbj^e, and the 
peeling between the viahole and the under layer conductbx 
yjge nit In Lh u liuat oyole can be prevented at the sane tim K, 
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when the inter laminar insulating resin layer 
is roughened, it £s"""fiteg«safala that a piafoH film encroached 
into the roughened layer is hard. Because~tKe"~~i»eak^ge is 
hardly caused at the plated film portion when the peeld 



>3>^y^3 the structure ©, the roughened layer may be formed 
on th^ surfa^of the viahole . Because the roughened layer is 
strongly adhered rathe interlaminar insulating resin layer as 
an upper layer and henbe^the viahole is more easy to follow to 
the size change of the interl^gninar insulating resin layer. 
Further, the roughened layer on tnfesmder layer conductor 
circuit may be formed on not only the pbx^ion connecting to the 
viahole but also the whole surface of the unSta^ layer conductor 
circuit. Because the adhesion property of the un&ej^layer 
conductor circuit to the interlaminar insulating resin^ 
i mproT t ed likea Ljs o the abov e 

the structure (2), it is desirable that the under 
layer condub4^>r circuit connecting to the viahole is comprised 
of the electrolytic plated film and the electroless plated 
film, and the elecux^less plated film is located at an inner 
layer side and the eleb^o lytic plated film is located at an 
outer layer side . Because Che inner layer side of the under 
layer conductor circuit is adhe^©4 to the interlaminar 
insulating resin layer, so that it is>d^sirable to be a hard 
electroless plated film in order to ensure ^fe^l strength, while 
the contrary side is connected to the viahole and ls^d^irable 
to be an electrolytic plated film having an excellent f ollow£| 
jpro pprty te e the oia e oh anc 

(3). The printed circuit board according to the 
invention lies in a point that the roughened layer is formed 
on at least a part of the surface of the conductor layer as an 
alignment mark used for positioning to a printed mask or an IC 
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chip mounting and as an alignment mark used for mounting a 
packaged board obtained by mounting a semiconductor element 
onto another printed circuit board (see enlarged view of Fig. 
41) . 

When a peripheral edge of the conductor layer is 
covered with the solder resist layer (that is, in case of 
exposing only the conductor layer from an opening of the solder 
resist layer) , peeling of the solder resist layer is not caused 
and the function of the conductor layer as an alignment mark is 
not lowered. 

®. The printed circuit board according to the 
invention lies in a point that the conductor layer as an 
alignment mark is comprised of the electrolytic plated film and 
the electroless plated film, and the electroless plated film is 
located at an inner layer side and the electrolytic plated film 
is located at an outer layer side, and the alignment mark is 
used for positioning to a printed mask or an IC chip mounting 
and for mounting the packaged board obtained by mounting a 
semiconductor element to another printed circuit board (see 
enlarged view of Fig. 41) . 

such a structure, since the electrolytic plated film 
is softer ahd^more malleable than the electroless plated film, 
the conductor la^ar is able to follow to the size change of the 
solder resist layer as^^n upper layer even if warping of the 
board is generated in a heafcx^cycle . Moreover, when the 
roughened layer is formed on the^s*^rface of the conductor 
layer, the conductor layer is strongly^adjiered to the solder 
resist layer as an upper layer and is easy to^f^llow to the 
size change of the solder resist layer. Further, thesconductor 
contacting with the interlaminar insulating layer is an >v 

electroless plated film and high in harHnog ^ -aac ! -c t 

^pe e - 1 str e ngth can Lh = * increased! 
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Particularly, it is advantageous to form the roughened 
layer on at least a side face of the conductor layer, which can 
control cracks generated in the solder resist layer or the like 
starting from a boundary between the side face of the conductor 
layer and the solder resist layer contacting therewith in the 
heat cycle . 

the structure ® , ®, it is further desirable that 
the metal laW made of nickel-gold is formed on the conductor 
layer as an alignment mark exposed from the opening portion. 
Because gold is hi^t^ in the reflectance and advantageously 
functions as an alignmfea^t mark. The metal layer made of 
nickel-gold may be formed Bysfilectroless plating. For example, 
the nickel layer is comprised or'^jgi.ckel plated film having a 
thickness of 5pm, and the gold layer is ctnnpx^ised of a flash 
gold plated film having a thickness of 0 . 1pm or a thT j 
-pirated fjLla k aa c ing a +"hh ^vt^qq ^-f n ^ 

Jn the structure ®, ®, as shown in Fig. 41, the 
printed ciis^uit board is comprised, for example, of an 
insulating sufeatrate 1, a first layer conductor circuit 4 and 
an interlaminar insulating layer 2 (an adhesive layer for 
electroless plating) formed thereon, a pad (a conductor 
pattern) 21 for a solderSbump formation composing a part of a 
second layer conductor cir outset, an alignment mark 18 for 
positioning to a printed mask aridsan alignment mark 19 for an 
IC chip mounting formed on the interi^minar insulating agent 2 
through semi-additive process, a solder sesist layer 14 formed 
on a portion other than the alignment mark rQ, 19 and the pad 
21 for the solder bump formation. The alignment mark 18 for 
positioning to the printed mask is formed on a portion forming 
no conductor pattern in the vicinity of an outer peripheral 
portion of the printed circuit board. Concretely, it is 
f ormed, for e yam p io , an nnfni Hq nf ^ pr^nr^ portion ft si 
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fhx^Fig. 41. Therefore, the alignment mark 19 for the IC chip 
mounting enables an IC chip mounting without influence of the 
mark lS/N^n this case, the vicinity of the outer peripheral 
portion means an outside portion of the product portion as 
above mentioned\ Further , the alignment mark 19 for the IC 
chip mounting is foiled on each product portion in the printed 
circuit boards in ordersto mount an IC chip on each product 
portion. Further, in caseSof mounting a semiconductor element 
to produce a packaged board, the alignment mark 20 used for 
mounting the packaged board to another printed circuit board is 
formed on the innermost side as shown Pig. 42. The alignment 
mark 20 is desirable to be a cross-shaped mai?k as shown Fig. 
43. In case of adopting the cross-shaped mark, ahv^pening of a 

SOlder resist layer j|_fL f^rm^cl a<a i-rs ^rvy^ frfip poT»-ip1= 

cross 



particularly, the alignment marks 18, 19 are preferable 
to be forme^sj.n the opening portions exposing only the surface 
of the conductorsiayer from the solder resist layer formed on 
the conductor layer ^fcmcluding the viahole) . Because the 
peripheral edge of the c^uctor layer overlaps with the solder 
resist layer and hence the pe^S^ng of the conductor can be 
prevented by holding the conductor the solder resist layer 

as shown Fig. 41. Moreover, in the heat c^Ci^, cracks 
generated starting from the boundary portion betwe^n^the 
conductor layer and the interlaminar insulating resin l^y^r due 
to the difference of thermal e3 
^ntrollec 

Q^^ y* Pagtioul a rly ^^th^ mark f or positioning to a 

printed mask has a f olj^w lixyrc^ 

The opening of the solder resist layer is formed by 
placing a photomask film and subjecting to light exposure and 
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developing treatments. If the position of the photomask is 
shifted, the position of the opening is also shifted. 

If^tii^conductor layer as an alignment mark is 
perfectly exposed/^siQce a center of the conductor is 
recognized as the central ^Jro^ition of the alignment mark in a 
camera, the position shifting ort*^ opening in the solder 
resist layer cannot be recognized. As a>ss^sult, the opening 
portion of the printed mask is not coincident v^4± the opening 
portion of the solder resist layer, so that an openihg^volume 
of the printed mask is decreased due to the solder resist 




yOn the other hand, if the peripheral edge of the 
conductor \ayer as an alignment mark is covered with the solder 
resist layer ,\since a center of the conductor exposed from the 
opening portion is. recognized as the central position of the 
alignment mark in a ckn^ra, even if the photomask for opening 
the solder resist layer is^ohifted to cause the position 
shifting of the opening in the """Solder resist layer, the 
alignment mark is shifted to the sante^jli recti on and amount as 
mentioned above. As a result, the openinfcj^portion of the 
printed mask is coincident with the opening portion of the 
solder resist layer, so that an opening volume of tRfes<printed 
mask is not decreased due to the solder resist layer and^ 

In Fig. 41, the pad 21 for the solder bump formation 
(conductor pattern) may be covered with the opening peripheral 
edge of the solder resist layer or may perfectly be exposed in 
the opening portion. 




ts^jnentioned above, in the above structures ®,(D,® of 
the printed circuit board accordTny — teo^Jthe invention, the inner 
layer side of the conductor is constructed wi£K*^-fe 
^Elated film harder tharu-fehe- <=sl(=*CLi.olv Lj.'g~T>3ra-fceri film, ^T\d_ 



electroless 



15 




#1 



peel strength is never lowered. Because the higher the 
hardffta^s of the portion contacting with an inter laminar 
insulatin^sjsyer and located in the inner layer side of the 
conductor circuit (in case of adopting an adhesive for 
electroless plating^a^ mentioned later as an interlaminar 
insulating layer, the pbrtion contacting with a roughened 
surface) , the higher the peel strength. Even when the printed 
circuit board according to tn^ invention is mounted with an IC 
chip and subjected to a heat cyci^ test under -55 < C~+125 t C , the 
occurrence of cracks generated in tfifes, interlaminar insulating 
resin layer starting from the conductor isircuit or the viahole , 
and cracks generated in the solder resist lay^r starting from 
the boundary between the side face of the conductor layer and 
the solder resist layer contacting therewith can be ^s^vented, 
and also the peeling of the conductor circuit, the viaholj 
the solder rf ?;n i 1 nyrrH n not nhno r vnr 

Moreover, the printed circuit board having such a 
structures ®~® can easily be produced by the production 
method according to the invention mentioned later (semi- 
additive process) . 

In the invention, it is desirable that the roughened 
layer formed on the surface of the conductor circuit, the 
surface of the viahole or the surface of the conductor layer 
for an alignment mark is a roughened surface of copper formed 
by an etching treatment, a polishing treatment, or a redox 
treatment, or a roughened surface of a plated film formed by 
subjecting to a plating treatment. 

57' 



^*>r j ^axiicularly, it is desirable that the roughened layer 
is an alloy layer compos^d^o^-oiQgger-nickel -phosphorus . 
Because the alloy layer is a needle- shape^-exg^stal layer and is 
excellent in the adhesion property to the solder rea3rs<layer. 
Furt h er, the a ll ny -layer i - a ^l^ciL^j ro ^i 3 y f io n^ 11 ^^ ^ rQ J — aad- 
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v lder bod y is formed on the surface of the pad, 
the_ reginva ] — of the alloy --- XaYer is not nea 

The--cu2ffigosition of the alloy layer is desirable to be 
90-96 wt% of copper, l-lT~w^ crf--ftiek©X_aii£LJ) .5-2 wt% of 
phosphorus because the needle-shaped structure is ofcTEart 
such^ a compo sition rati 

Moreover, Fig. 18 is a triangular diagram of three 
components showing a composition of copper-nickel-phosphorus 
capable of forming the needle-shaped crystal. In this figure, 
the range surrounded by (Cu, Ni, P) = (100, 0, 0), (90, 10, 0), 
(90, 0, 10) is preferable. 

When the roughened layer is formed by the oxidation 
treatment, it is desirable to use a solution of an oxidizing 
agent comprising sodium chlorite, sodium hydroxide and sodium 
phosphate. 

When the roughened layer is formed by the redox 
treatment, it is desirably carried out by immersing a solution 
of a reducing agent comprising sodium hydroxide and sodium 
borohydride after the above oxidation treatment. 

roughened layer formed on the surface of the 
conductor circuit is^Sesi^able to have a thickness of 0.5-10 
>im, preferably 0.5-7]om. Because if the thickness is too 
thick, the roughened layer itself is apt ^£tr-4a^damaged and 

, pQQlQd, — WhilQ if i t — -» « +~^Q thi ,n f the ^ H V i fip-ii^n prnpnrfy lnMftl 

( $^$J Sa^the invention, the electroless plated film 
constituting the^conductor circuit is desirable to have a 
thickness of 0 . l-5pm/^p^e^rably 0.5-3iim. Because, if the 
thickness is too thick, the folTT*Twijig property to the 
interlaminar insulating resin layer lowei*s>^while if it is too 
thin, the degradation of peel strength is cause^andthe 

^r?t-r--i r>. rftajstanCP ^ Q ^ OTT) QQ 3raa?ge fcfl r^gg* n f hpin g ^ib j mrF?*T ir tf 
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c p lating to causf 
fchicknea n nf t ho pirated film -r 



_the electrolytic plated film constituting 
the conductor circuit is desl^al^le to have a thickness of 5-30 
pm, preferably 10-20iam. Because, ir^-tetie thickness is too 
thick, the degradation of peel strength is^b^used, while if it 
is too thin, the following property to the interlBmgjiar 
•^^•■1 a t i ng i <-naip i f^ypr lowers^ 

Fhus , in the invention, the conductor circuit is 
comprised d^the electrolytic plated film and the electroless 
plated film, anfcL the roughened layer formed on the surface of 
the conductor circuit mainly contacts with the electrolytic 
plated film. The electx^lytic plated film is apt to be 
dissolved by the local eleb^rode reaction as comparede with the 
electroless plated film, so th^t when the electrolytic plated 
film forms the local electrode wiCh^ the roughened layer, it is 
rapidly dissolved and hence a large n&le is apt to be formed in 
the surface of the conductor circuit. InNJie invention, 
therefore, it is particularly desirable thafisfche surface of the 
roughened layer is covered with a layer of a m^t^al having an 
ionization tendency of more than copper but less thk*^ titanium 
or a noble metal , which is another feature in this poinl 
Thus, the dissolution of the conductor circuit 
3roo al oloctrode reaction - can b e c ontro l 

As the metal having an ionization tendency not lower 
than that of copper but not higher than that of titanium, there 
is at least one metal selected from the group consisting of 
titanium, aluminum, zinc, iron, indium, thallium, cobalt, 
nickel, tin, lead and bismuth. 

As the noble metal , there is at least one metal 
selected from the group consisting of gold, silver and 
platinum. 
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Such a metal or noble metal layer covering the 
roughened layer can prevent the dissolution of the conductor 
circuit through the local electrode reaction caused in the 
roughening of the interlaminar insulating layer . 

Such ^^ffl^t al or noble metal layer is desirable to have 
a thickness of 0 . l-Z 5 ! 

\y I ftfflQ ai^ lch a m ©tal or noble metal, tin is preferable. 
Tin can form a tlvin"^rayej ^through a n electroless substitution 
plating and can advantageously follow to the rougr 

In the invention , it is desirable that the roughened 
layer is formed on at least a side face of the conductor 
circuit. Because cracks generated in the interlaminar 
insulating resin layer due to the heat cycle result from the 
bad adhesion between the side face of the conductor circuit and 
the insulating resin layer, but in such a structure according 
to the invention, the cracks generated in the interlaminar 
insulating resin layer starting from the boundary between the 
side face of the conductor circuit and the insulating resin 
layer can be prevented. 

In the invention, it is desirable that the adhesive for 
electroless plating is used as the interlaminar insulating 
resin layer constituting the above wiring substrate. The 
adhesive for electroless plating is optimum to be obtained by 
dispersing cured heat-resistant resin particles soluble in acid 
or oxidizing agent into an uncured heat-resistant resin hardly 
soluble in acid or oxidizing agent through curing. 

Because, the heat-resistant resin particles can be 
dissolved and removed by treating with an acid or an oxidizing 
agent to form a roughened surface of octopus -trap shaped 
anchors on its surface. 

In the adhesive for electroless plating, the cured 
heat-resistant resin particles are desirable to be selected 
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from ® heat-resistant resin powder having an average particle 
size of not more than 10pm, (D aggregated particles formed by- 
aggregating heat-resistant resin powder having an average 
particle size of not more than 2pm, (3) a mixture of heat- 
resistant resin powder having an average particle size of 2-10 
pm and heat-resistant resin powder having an average particle 
size of not more than 2pm, ® false particles formed by 
adhering at least one of heat-resistant resin powder and 
inorganic powder having an average particle size of not more 
than 2pm onto surfaces of heat-resistant resin powder having an 
average particle size of 2 -10pm, and (5) a mixture of heat- 
resistant resin powder having an average particle size of 0.1- 
0.8pm and heat-resistant resin powder having an average 
particle size of more than 0.8pm but less than 2pm because they 
can form complicated anchor. 

A method of producing the printed circuit board 
according to the invention will be described below. 

(1) At first, a wiring substrate is prepared by forming an 

inner layer copper pattern on a surface of a core substrate. 

The copper pattern of the wiring substrate is formed by 
a method of etching a copper-clad laminate, or a method of 
forming an adhesive layer for electroless plating on a 
siobs trate such as glass epoxy substrate, polyimide substrate, 
ceramic substrate, metal substrate or the like and roughening 
the surface of the adhesive layer and subjecting the roughened 
surface to an electroless plating, or so-called semi-additive 
process (the whole of the roughened surface is subjected to an 
electroless plating and then a plating resist is formed thereon 
and a portion not forming the plating resist is subjected to an 
electrolytic plating and the plating resist is removed and 
etched to form a conductor circuit comprised of an electrolytic 
plated film and an electroless plated film) . 
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If necessary, a roughened layer of copper-nickel - 
phosphorus is further formed on the copper pattern surface of 
the wiring substrate. 

^ l The^oughened layer is formed by an electroless 
plating. The compositiTm^Qf the electroless plating aqueous 



solution is desirable to have a 



5er ion concentration of 



2.2x10 ~4. 1x10 mol/1, a nickel ion concern 
~4.1xl0" 3 mol/1 and a hypophosphorus acid ion 

0^0— ^-rA5- 



:ion of 2.2x10" 



concentration 



film deposited within the above range is needle in 
the crystal structure and rL^ ex cellent in the anchor effect. 
The electroless plating aqueous solution ma^Hse^added with a 
complexing agent and additives in addit ion 
comjDQundsL 

As the other method of forming the roughened layer, 
there are oxidation-reduction treatment, a method of etching 
copper surface along grain boundary to form a roughened layer 
and the like . 

/ F"MoaseQ3C^r^ through-h oles are formed in the core 
su&s trate , and the front ana bacjc wi riiig^ r a y a rs may 
electrically be connected to each other through _ 
hQles-r — 

And also, a resin may be filled in the through-holes 
and between the conductor circuits of the core subs trate to 
ensure the smoothness thereof (see Figs. 1-4). 




interlaminar insulating resin layer is formed 



on the printed wiring substrate prepare d In Lh e o tcp^XJJ . 

In the invention, it is particularly desirable to use 
an adhesive for electroless plating as the interlaminar 
insulating resin material (see Fig. 5) . 
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^After the adhesive layer for electroless plating formed 
in the step (21 



SerTinq portion for^the rsi 



if noc 



§1 



Ttfe opening portion for the formation of viahole is 



formed in the adhesive layer by li^ht^exposure , development and 
thermosetting in case of the photosensitive^^3^oiXZ x:>:& ky 
thermosetting and laser working in case of the 
res: 



the rmo sett 



(4) Then, epoxy resin particles existing on the surface of 

the cured adhesive layer are dissolved and removed with an acid 
or an oxidizing agent to roughen the surface of the adhesive 
layer (see Fig. 7) . 

acid, there are phosphoric acid, hydrochloric 
acid7 sulfuric acld7--4nd an organic acid such as formic acid, 
acetic acid or the like. PaPETSTrirexly , the use of the organic 
acid is desirable because when it hardly corTo^e^ the metal 
conductor circuit exposed from the viahole by the roue 



As the oxidizing agent, it is desirable to use chromic 
acid, permanganate (potassium permanganate or the like) and so 
on. 

(5) Then, a catalyst nucleus is applied to the wiring 

substrate provided with the roughened surface of the adhesive 
layer . 

In the application of the catalyst nucleus, it is 
desirable to use a noble metal ion, a noble metal colloid or 
the like . In general , palladium chloride or palladium colloid 
is used. Moreover, it is desirable to conduct a heating 
treatment for fixing the catalyst nucleus . As the catalyst 
nucleus, palladium is favorable. 



22 



(6) Then, the surface of the adhesive layer for electroless 
plating is subjected to an electroless plating to form an 
electroless plated film on the whole of the roughened surface 
(see Fig. 8) . In this case, the thickness of the electroless 
plated film is 0.1~5pm, more particularly 0.5~3vim. 

Then, a plating resist is formed on the electroless 
plated film (see Fig. 9) . As the plating resist, it is 
particularly desirable to use a composition comprised of an 
imidazole curing agent and an acrylate of cresol type epoxy 
resin, phenol novolac type epoxy resin or the like, but use may 
be made of commercially available products . 

(7) Then, a portion not forming the plating resist is 
subjected to an electrolytic plating to form conductor circuits 
and viaholes (see Fig. 10) . In this case, it is desirable that 
the thickness of the electrolytic plated film is 5~30pm. 

As the electrolytic plating, it is desirable to use an 
electrolytic copper plating. 

(8) After the plating resist is removed, the electroless 
plated film beneath the plating resist is removed by dissolving 

^ in an etching solution such as a mixture of sulfuric acid and 

hydrogen peroxide, sodium persulfate, ammonium persulfate or 
the like to obtain an independent conductor circuit (see Fig. 
11) . 

(9) Then, a roughened layer is formed on the surface of the 
conductor circuit (see Fig. 12) . 

As the method of forming the roughened layer, there are 
etching treatment, polishing treatment, redox treatment and 
plating treatment . 

Among them, the redox treatment is conducted by using 
an oxidation aqueous solution of NaOH (10 g/1) , NaC10 2 (40 g/1) 



= 



l — 5. 

3 
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and Na 3 P0 4 (6 g/1) and a reduction aqueous solution of NaOH (10 
g/1) and NaBH 4 (6 g/1) . 

Furthermore , the roughened layer made from copper - 
nickel-phosphorus alloy layer is formed by deposition through 
electroless plating . 

As the electroless alloy plating aqueous solution, it 
is favorable to use a plating bath of aqueous solution 
composition comprising copper sulfate: 1~40 g/1, nickel 
sulfate: 0.1~6.0g/l, citric acid: 10~20 g/1, hypophosphite : 
10~100 g/1, boric acid: 10~40 g/1 and surfactant: 0 . 01~10 

g/i. 

In the invention, if necessary, it is desirable to 
cover the surface of the roughened layer with a layer of a 
metal having an ionization tendency of more than copper but 
less than titanium or a noble metal . 



t Ih^-c^se^ of tin, a solution of tin borof luoride- thiourea 
or tin chloride- thiourea^T5~Ti3ed-^_^iithis case, Sn layer 
having a thickness of about 0 . l~2pm is formed throuc 
substj tafcj oo seaefec 



sputtering method, vaporiza 




of the noble metal, there may be adopted 

od and the like. 



(10) An adhesive layer for electroless plating""^s^an 
inter laminar insulating resin la yer is formed on the cj^o + t*^^ 
(seo- ^Fig . — 3~ 

(^4J Then, an upper layer conductor circuit is formed by 

repeating""~Gte--s^eps (3) -(8) (see Figs. 14-17). In this case, a 
roughened layer may be^fox^ed on the surfaces of the conductor 
circuits in the same manner as in"&i^--siej> ( 9 ) , and it is 
particularly desirable that the roughened layerTs^-foo^med on 
the surface of the conductor layer serving as an ali gnment^lBa xI 

»B Cl a-n ad f pr^ a — «=n=>4-t4<-j t 1 mmpn-nrmaf i rvrT 
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(12) Then, a solder resist composition is applied onto both 

surfaces of the thus obtained wiring substrate and the coating 
film of the solder resist composition is dried. Then, a 
photomask film depicted with an opening portion is placed on 
the dried film, which is subjected to light exposure and 
developing treatments to form an opening portion exposing a 
portion of the conductor layer serving as a pad portion for a 
solder bump formation and an alignment mark in the conductor 
circuit . 




\Q * ^Rhe opening size of the opening portion coresponding to 
the pad portion for the solder bump formation may be made 
larger than tn^. diameter of the pad to completely expose the 
pad or may be mad^smaller than the diameter of the pad so as 
to cover the peripheral edge of the pad with the solder resist. 
Particularly, when the o^sqaing size is smaller than the 
diameter of the pad, the roughened layer on the pad surface is 
closely adhered to the solder resi^t^, so that the pad can be 
restrained by the solder resist to prevfen^t the peeling of the 
pad. On the other hand, the conductor layer^s^rving as the 
alignment mark is covered at its peripheral edge wisth the 
solder resist so as not to completely expose the opend 
po rti on o f ^ the so. 1 ^ qq t- ct4 " i ^y^ r , — — — 

(13) Then, a metal layer of nickel-gold is formed on the 
pad portion exposed from the opening portion. 

(14) Then, a solder body is fed onto the pad exposed from 
the opening portion. 

As a method of feeding the solder body, use may be made 
of a solder transferring method and a solder printing method. 

The solder transferring method is a method wherein a 
solder foil is attached to a prepreg and etched so as to leave 
only a portion corresponding to the opening portion to render 
into a solder carrier film having a solder pattern, and the 
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solder carrier film is laminated so as to contact the solder 
pattern with the pad after a flux is applied to the opening 
portion in the solder resist of the substrate and heated to 
transfer the solder onto the pad. On the other hand, the 
solder printing method is a method wherein a metal mask having 
through-holes corresponding to the pads is placed onto the 
substrate and a solder paste is printed and heated. 

The following examples are given in illustration of the 
invention and are not intended as limitations thereof. 

revamp 1g> 1 

(1) As a starting material, there is used a copper-clad 

laminate obtained by laminating a copper foil 8 of 18pm on each 
surface of a substrate 1 made from a glass epoxy resin or BT 
(bismaleimide triazine) resin having a thickness of 0.6 mm (see 
Fig. 1) . The copper foil 8 of the copper-clad laminate is 
etched in a pattern according to the usual manner, which is 
pierced and subjected to an electroless plating to form 
innerlayer conductor circuits 4 and through-holes 9 on both 
surfaces of the substrate (see Fig. 2) . 

Further, bisp fr^rir>l — F-typn cipoiry cesin is filled between 
the ^inner layer conductor circuits 4 and in the thro ugh-hoj 
^aefi— Kig^ — 34- 

(^^^ The substrate treated in the step (1) is washed with 
water, dr±ed^a.cidically degreased and soft-etched. Then, the 
substrate is trea^^U^jith a catalyst solution comprising 
palladium chloride and orgfeic acid to give a Pd catalyst, 
which is activated and sub jecteatss^a plating in an electroless 
plating bath comprising 8 g/1 of copper^^s^lf ate , 0.6 g/1 of 
nickel sulfate, 15 g/1 of citric acid, 2 9 g/l>s^sodiiim 
hypophosphite, 31 g/1 of boric acid and 0.1 g/1 of sui^a^tant 



-and—having-ptt= v to rorm a roughened layer 11 (uneven layer) 
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^Palloy having a thickness of 2 . 5pm on the surface of the 
copper r!nnrinctaE__cj 1 rc 



#1 <a S^' 

msulati: 



S 6 ^ 



A photosensitive adhesive solution (inter laminar resin 
Lng agent) is prepared by mixing 7 0 parts by weight of 
25% acrylsTfcad product of cresol novolac type epoxy resin (made 
by Nippon Kayafeu Co. , Ltd. molecular weight: 2500) dissolved 
in DMDG (diethylenfevglycol dimethyl ether) , 30 parts by weight 
of polyether sulphone\(PES) , 4 parts by weight of an imidazole 
curing agent (made by ShaS^pku Kasei Co . , Ltd. trade name: 
2E4MZ-CN) , 10 parts by weignt of caprolacton-modif ied 
tris (acr oxy ethyl) isocyanurate\(made by Toa Gosei Co., Ltd. 
trade name: Aronix M325) as a photosensitive monomer, 5 parts 
of benzophenone (made by Kan to Kagakta.Co . , Ltd.) as a 
photoinitiator , 0.5 parts by weight of >ij.cheler s ketone (made 
by Kan to Kagaku Co., Ltd.) as a photo sens i^sj^zer and 35 parts by 
weight at 5 . 5pm on average and 5 parts by weight at 0 . 5pm on 
average of epoxy resin particles , adding NMP (normal methyl 
pyrolidone) , adjusting a viscosity to 12 Pa s in a homo53r»p@r 
^agitating machine anri-4meeLd.H'ig Lht=ym fhrnngh thr^y j,ull^T 



tr — 



("4r-)^ The photosensitive adhesive solution obtained in the 
step (3) Ts^ap^lied onto both surfaces of the substrate treated 
in the step (2) by means~~~trf— a^cpll coater and left to stand at 
a horizontal state for 20 minutes and dried a7E~-609G^£pr 30 
minutes to form an adhesive layer 2 having a_ 
m — (-ee e Fly . — 5) . 



A photomask f il - 



icted with viaholes is adhered onto 
each surface of the substrate prov^de^siith the adhesive layer 




9fl 



exposed in the step (5) is developed by 
spraying DMTG ( triethylene gl5t2ol^dimethylether) solution to 
fo rm oponin gs^ ror vtahe^e c of 19^^jj5T^ in ^EHg^^adfeoaivo layeg^g-r 
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Further, the substrate is exposed to a superhigh pressure 
merc\i*Y^lamp at 3000 mJ/cm 2 and then heated at 100T: for 1 hour 
and at lSO'C^for^S-Jagurs to form an adhesive layer 2 of 50pm in 
thickness having the operS±ngs (opening 6 for the formation of 
viahole) with an excellent size abcu^acy corresponding to the 
photomask film (see Fig. 6) . Moreover, tfefe^roughened layer 11 
•L s pa r tially exposed in the opening fi for t ho v TTthnl r , 

(-74-^^^ The substrate provided with the openings 6 for the 
viaholesiiT^feh^steps (5) , (6) is immersed in chromic acid for 
2 minutes to dissolve^au^remove epoxy resin particles from the 
surface of the adhesive layerT whereby the surface of the 
adhesive layer 2 is roughened. Thereafter*^ ±t-4r^. jjmnersed in a 
neutral solution (mad^by- Oliipl ^y) and washed With water (S^fe 

(8-) _A palladium catalyst (made by Atotec Co., Ltd.) is 

applied to the^si3t )^ fa rat e .subjected to a roughening treatment 
(roughening depth: 5pm) in the step ("77 to-fi.vaacatalyst 
nucleus to the surface of the adhesive flayer— 2 and Lho op c i 
6 for the— viaho-le-^ — 

(9) The substrate is immersed in an electroless copper 

plating bath having the following composition to form an 
electroless copper plated film 12 having a thickness of 3pm 
over the full roughened surface (see Fig. 8) . 

[Electroless plating aqueous solution] 

EDTA 150 g/1 

Copper sulfate 20 g/1 

HCHO 30 ml/1 

NaOH 40 g/1 

a , a ' bipyridyl 80 mg/1 

PEG 0.1 g/1 
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[Electroless plating condition] 

liquid temperature of 70T:, 30 minutes 

(-£-Q^^_ A commercially available photosensitive dry film is 
attached to tKe^eie^troless copper plated film 12 formed in the 
step (9) and a photomask fTlmT^s^-pLLaced on the dry film, which 



is exposed to a light at 100 mJ/cm 2 and devel 



with a 



solution of 0.8% sodium carbonate to form a platingres: 
havin g a ~ thickness of 15pm ( see gig. 9) 7 

(11) Then, the non-resist forming portion is subjected to an 

electrolytic copper plating under the following conditions to 
form an electrolytic copper plated film 13 having a thickness 
of 15>im (see Fig. 10) . 

[Electrolytic plating aqueous solution] 

sulfuric aid 180 g/ 1 

copper sulfate 80 g/1 

additive (made by Atotech Japan 
Co. , Ltd. trade name: Capalacido GL) 1 ml/1 

[Electrolytic plating condition] 

current density 1 A/ dm 2 

time 30 minutes 

temperature room temperature 

ClSJt^^ After the plating resist 3 is peeled and removed with 
5% KOH/""the^lectroless plated film 12 beneath the plating 
resist 3 is dissolvea^aQd removed by etching with a mixed 
solution of sulfuric acid anS^^-h^drogen peroxide to form 
conductor circuits 5 (including viahO"3s^7) of 18 m in 
thickness comprised of the electroless coppe±*^plated film 12 



^jadr-i±te--eietTtr?oIytic copper p±ared fiJjn u (hmu Fig! Irl - ) ^. 
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(13) The siobs trate provided with the conductor circuits 5 is 

immersed in an electroless plating aqueous solution comprising 
8 g/1 of copper sulfate, 0.6 g/1 of nickel sulfate, 15 g/1 of 
citric acid, 2 9 g/1 of sodium hypophosphite , 31 g/1 of boric 
acid and 0.1 g/1 of surfactant and having pH=9 to form a 
roughened layer 11 of copper-nickel -phosphorus having a 
thickness of 3pm on the surface of the conductor circuit 5 (see 
Fig. 12) . When the roughened layer 11 is analyzed by EPMA 
(electro probe microanalysis) , it shows a composition ratio of 
Cu: 98 mol%, Ni : 1.5 mol% and P: 0.5 mol% . 

(3b4^ The* qfr eps (4) -(12) are repeated to further form an 

upper layer conductor circuits ( in^?5a±ng^3£iaho : les and 
alignment marks) to thereby produce a wi ring ^^^^ '^ Trr ^"f ^ L - J *-* 
JSi^fe-: — 13^ 1 



d 



p (5-5) On the other hand, a solder resist composition is 
pr^ared by mixing 46.67 g of a photosensitized oligomer 
(molecular weight: 4000) in which 50% of epoxy group in 60% by 
weight oXcresol novolac type epoxy resin (made by Nippon 
Kayaku Co.,NVtd.) dissolved in DMDG is acrylated, 15.0 g of 80% 
by weight of brsiphenol A-type epoxy resin (made by Yuka Shell 
Co., Ltd. trade nksqe : Epikote 1001) dissolved in methyl ethyl 
ketone, 1 . 6 g of an imidazole curing agent (made by Shikoku 
Kasei Co. , Ltd. trade name s s v 2E4MZ-CN) , 3 g of a polyvalent 
acrylic monomer (made by Nippohs^Kayaku Co., Ltd. trade name: 
R604) as a photosensitive monomer/ N 3 v .5 g of a polyvalent 
acrylic monomer (made by Kyoeisha KagafetasCo . , Ltd. trade name: 
DPE6A) , 0.71 g of a dispersion type deformihaagent (made by 
Sannopuko Co. , Ltd. trade name: S-65) , 2 g of obi^zophenone 
(made by Kanto Kagaku Co., Ltd.) as a photoinitiator^d 0.2 g 
of Micheler's ketone (made by Kanto Kagaku Co., Ltd.) as a>v. 
pho±osensitizer and ad dwfciira a viscudlty — bo 2.0 Pa* o at 25TC ■ 
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A (3) 

Moreover, the measurement of the viscosity is carried 
out by means of a B-type viscometer (made by Tokyo Keiki Co. , 
Ltd. DVL-B model) with a rotor No. 4 in case of 60 rpm or a 
rotor No. 3 in case of 6 rpm. 

(1^) The above solder resist composition is applied onto the 
wirin^N^jjbstrate obtained in the step (14) at a thickness of 20 
pm. Then , the substrate is dried at 70^ for 20 minutes and at 
70t for 30 minutfea^and a photomask film is placed thereon and 
then exposed to an ult^as^iolet ray at 1000 mJ/cm 2 and developed 
with DMTG. Further, it is he^rfe^d at 80°C for 1 hour, at 100X: 
for 1 hour, at 120^ for 1 hour and at^r5^e^for^3 hours to form 
a solder resist layer 14 (thickness: 20um) opened Tn^ T F ^"npQ €U 
^por ti on (np c n .i n g ni . r , n; — 20 - Opm) 

(17) The substrate provided with the solder resist layer 14 
is immersed in an electroless nickel plating solution of pH=5 
comprising 30 g/1 of nickel chloride, 10 g/1 of sodium 
hypophosphite and 10 g/1 of sodium citrate for 20 minutes to 
form a nickel plated layer 15 having a thickness of 5pm in the 
opening portion. Further, the substrate is immersed in an 
electroless gold plating solution comprising 2 g/1 of potassium 
gold cyanide, 75 g/1 of ammonium chloride, 50 g/1 of sodium 
citrate and 10 g/1 of sodium hypophosphite at 93^ for 23 
seconds to form a gold plated layer 16 having a thickness of 
0.03>jm on the nickel plated layer 15. 

(18) A solder paste is printed on the opening portion of the 
solder resist layer 14 and ref lowed at 200*0 to form solder 
bumps 17 , whereby there is produced a printed circuit board 
having solder bumps 17 . 

Example 2 

A multilayer printed circuit board having solder bumps 
is produced in the same manner as in Example 1 except that the 
roughening of the conductor circuit is carried out by etching. 
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In this case, an etching solution of Durabond (trade name, made 
by Meek Co. , Ltd.) is used. 

Example 3 

^O^^j ft^gulti layer printed circuit board having solder bumps 
is produced irT^fel^e same manner as in Example 1 except that 
after the roughening"*b£^the conductor circuit is carried out, 
Cu-Sn substitution reactioiNi^ carried out by immersing in a 
solution of 0.1 mol/1 of tin borbi^uoride and 1.0 mol/1 of 
thiourea at a temperature of and pfi^i>2^to form a Sn layer 

having a thickness of 0.3 pm on the surface of the 
Irgy^r (tfie^Sir^av er is not p**™ 

Example 4 

A multilayer printed circuit board having solder bumps 
is produced in the same manner as in Example 1 except that the 
roughening of the conductor circuit is carried out by etching. 
In this case, an etching solution of Durabond (trade name, made 
by Meek Co., Ltd.) is used. Further, Au layer having a 
thickness of 0.5 pm is formed on the surface of the roughened 
layer by spputtering. 

Example 5 

A. Preparation of an adhesive composition for electroless 
plating 

©^-^35 parts by weight of a resin solution obtained by 
dissolvirig^2S%^acrylated product of cresol novolac type epoxy 
resin (made by Nipp^T*-4Cayaku Co., Ltd. molecular weight: 2500) 
in DMDG at a concentration o?^8(Uwt% is mixed with 3 . 15 parts 
by weight of a photosensitive monomer (Sca^^by Toa Gosei Co., 
Ltd. trade name: Aronix M315) , 0.5 parts by wei^ffc^fc of a 
defoaming agent (made by Sannopuko Co., Ltd. trade na^Sr^S^&5) 
and_3 . 6 pagfe9- by welqliL of-NMP with— stxrrmg. 
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©. 12 parts by weight of polyether sulphone (PES) is mixed 
with 7.2 parts by weight at 1.0 pm on average and 3.09 parts by 
weight at 0.5 pm on average of epoxy resin particles (made by 
Sanyo Kasei Co., Ltd. trade name: Polymerpole) and further 
added with 30 parts by weight of NMP and mixed in a beads mill 
with stirring. 

(3) . 2 parts by weight of an imidazole curing agent (made by 
Shikoku Kasei Co., Ltd. trade name: 2E-4MZ-CN) is mixed with 2 
parts by weight of a photoinitiator (made by Ciba Geigey, trade 
name: Irgaquar 1-907), 0.2 parts by weight of a photosensitizer 
(made by Nippon Kayaku Co., Ltd. trade name: DETX-S) and 1.5 
parts by weight of NMP with stirring. 

These mixtures are mixed to prepare an adhesive 
composition for electroless plating. 

B. Preparation of an underlayer interlaminar insulating resin 
material 

35 parts by weight of a resin solution obtained by 
diss^lv^ng 25% acrylated product of creasol novolac type epoxy 
resin (madeby^Nippon Kayaku Co., Ltd. molecular weight: 2500) 
in DMDG at a concerfbsa^ion of 80 wt% is mixed with 4 parts by 
weight of a photosensitivefeexxsmer (made by Toa Gosei Co., Ltd. 
trade name: Aronix M315) , 0.5 parts^TDy-*4iei^it of a defoaming 
agent (made by Sannopuko Co., Ltd. trade nameT^S^Sgtr sawi 3 1-6 
parts by weight of NMP w ijth — st i r-r^rrtjr 

©. 12 parts by weight of polyether sulphone (PES) is mixed 
with 14.4 9 parts by weight at 0.5 pm on average of epoxy resin 
particles (made by Sanyo Kasei Co., Ltd. trade name: 
Polymerpole) and further added with 30 parts by weight of NMP 
and mixed in a beads mill with stirring. 

® . 2 parts by weight of an imidazole curing agent (made by 
Shikoku Kasei Co., Ltd. trade name: 2E-4MZ-CN) is mixed with 2 
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parts by weight of a photoinitiator (made by Ciba Geigey, trade 
name: Irgaquar 1-907), 0.2 parts by weight of a photosensitizer 
(made by Nippon Kayaku Co., Ltd. trade name: DETX-S) and 1.5 
parts by weight of NMP with stirring. 

These mixtures are mixed to prepare a resin composition 
used as an under layer side insulating layer constituting the 
interlaminar insulating resin layer of two-layer structure. 

C. Preparation of a resin filler 

(SU 100 parts by weight of bisphenol F-type epoxy monomer 
(madeN^v Yuka Shell Co., Ltd. trade name: YL983U, molecular 
weight: 3^8*)^, 17 0 parts by weight of Si0 2 spherical particles 
having an avera^e^particle size of 1.6 pm and coated on its 
surface with a silane^^CQupling agent (made by Adomatic Co., 
Ltd. trade name: CRS llOl-^E^ the maximum size of the 
particles is not more than the "ttii*ckness (15 m) of innerlayer 
copper pattern as mentioned below) and r>5 parts by weight of a 
leveling agent (made by Sannopuko Co., Ltd. \wde name: 
Perenol S4) are kneaded through three rolls and a viscos; 
t here of^jts^ad^us te d t o 45,0 0 0-49,000 cp s 

(D . 6.5 parts by weight of an imidazole curing agent (made by 
Shikoku Kasei Co., Ltd. trade name: 2E4MZ-CN) 

They are mixed to prepare a resin filler 10. 

D. Production of printed circuit board 

(1) As a starting material, there is used a copper-clad 

laminate formed by laminating a copper foil 8 of 18 pm in 
thickness onto each surface of a substrate 1 made from glass 
epoxy resin or BT (bismaleimide triazine) resin and having a 
thickness of 1 mm (see Fig. 21) . At first, the copper-clad 
laminate is drilled and a plating resist is formed thereon, 
which is subjected to an electroless plating treatment to form 
through-holes 9 and further the copper foil 8 is etched in a 
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pattern according to the usual manner to form innerlayer copper 
patterns 4 on both surfaces of the substrate 1. 

(2) The substrate provided with the innerlayer copper 
pattern 4 and through-hole 9 is washed with water, dried and 
subjected to a redox treatment using an oxidizing aqueous 
solution of NaOH (10 g/1) , NaC10 2 (40 g/1) and Na 3 P0 4 (6 g/1) 
and a reducing aqueous solution of NaOH (10 g/1) and NaBH 4 (6 
g/1) to form a roughened layer 11 on the surfaces of the 
innerlayer copper pattern 4 and the through-hole 9 (see Fig. 
22) . 

(3) The resin filler 10 is applied onto both surfaces of 
the substrate by means of a roll coater to fill between the 
conductor circuits 4 and in the through-holes 9 and dried at 
70t for 20 minutes. Similarly, the resin filler 10 is filled 
between the conductor circuits 4 and in the through-hole 9 on 
the other- side surface and then dried by heating at 70 *C for 
20 minutes (see Fig. 23) . 

](4Jt^^ The one -side surface of the substrate treated in the 
step (37 ars^jjolished by a belt sander polishing using #600 belt 
polishing paper (madefy Sankyo Rikagaku Co., Ltd.) in such a 
manner that the resin f iller^a>a^not left on the surface of the 
innerlayer copper pattern 4 or the l^nd^surface of the through- 
hole 9, and then buff -polished so as to reinov^s^ratches formed 
by the belt sander polishing. Such a series of polishin§§r=M- 
appl i pH f. P fho raft e r surface of tTffi qnbM =^r t-H e 

Then, the substrate is heated at 100 t for 1 hour, at 
120 X: for 3 hours, at 150 t for 1 hour and at 180 t for 7 
hours to cure the resin filler 10 (see Fig. 24) . 

Thus, the roughened layers 11 formed on the surface 
layer portion of the resin filler 10 filled in the through-hole 
9 and the like and on the upper surface of the innerlayer 
conductor circuits 4 are removed to smoothen both surfaces of 
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the substrate, whereby there is obtained a wiring substrate 
wherein the resin filler 10 is strongly adhered to the side 
surface of the inner layer conductor circuit 4 through the 
roughened layer 11 and the inner wall surface of the through- 
hole 9 is strongly adhered to the resin filler 10 through the 
roughened layer 11. That is, the surface of the resin filler 
10 and the surface of the inner layer copper pattern 4 are the 
same plane in this step. In this case, the curing resin filled 
has a Tg point of 155 . 6 *C and a linear thermal expansion 
coefficient of 44.5 x 10" 6 / t . 

\J I A rou ^* ienec * la Y er (uneven layer) 11 of Cu-Ni-P alloy 

having^a^thickness of 2 . 5 pm is formed on the exposed surfaces 
of the innerltysi^conductor circuit 4 and the land of the 
through-hole 9 in the step ("4-K-aiid.^further a Sn layer having a 
thickness of 0.3 m is f ormed on the surface^^ie roughened 
layer 11 (see Fig. 25, provided that the Sn layer i,s, no%^ 

The formation method is as follows . That is , the 
substrate is acidically degreased and soft-etched and treated 
with a catalyst solution of palladium chloride and organic acid 
to give Pd catalyst, which is activated and subjected to a 
plating in an electroless plating bath of pH=9 comprising 8 g/1 
of copper sulfate, 0.6 g/1 of nickel sulfate, 15 g/1 of citric 
acid, 29 g/1 of sodium hypophosphite , 31 g/1 of boric acid, 0.1 
g/1 of surfactant and water to form the roughened layer 11 of 
Cu-Ni-P alloy on the upper surfaces of the copper conductor 
circuit 4 and land of through-hole 9. Then, Cu-Sn substitution 
reaction is carried out by immersing in a solution containing 
0 . 1 mol/1 of tin borof luoride and 1 . 0 mol/1 of thiourea at a 
temperature of 50 t and pH=l . 2 to form the Sn layer of 0.3 jim 
on the surface of the roughened layer 11 (Sn layer is not 
shown) . 
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B (viscos 



The interlaminar insulating resin material of the item 
l^ii^Pa s ^ " applied onto both surfaces of the 
substrate treated in the"~^31sep^(5) by means of a roll coater and 
left to stand at a horizontal state^^ir^OL^inutes and dried at 
60 for 30 minutes (pre-1 



to f or m ail insula Ling lay er 



ether, the adhesive for electroless plating of the 
item A (viscosity: l^P^r^9^_xs^ applied onto the insulating layer 
2a by means of a roll coater andT^e?tr-4u2stand at a horizontal 
state for 20 minutes and dried at 60 t forj^minutes (pre- 
^jxa king -). — to^goc a an adhesiv e' laye r~233 tree Fly . — 2-6J . 



A photomask film depicted with black circles of 85 yun 
in diaift^ter is closely adhered onto both surfaces of the 
substrate pr^^ded with the insulating layer 2a and the 
adhesive layer 2bxi*^the step (6) and exposed to a superhigh 



pressure mercury lamp at 5t 
spraying DMTG solution and 



■0 v mJ/cm 2 
furtfe 



It is developed by 
exposed to a superhigh 



pressure mercury lamp at 3000 mJ/cm 2 



heated at 100 X: for 1 



hour and at 150 XZ for 5 hours (post baking^ to form an 
interlaminar insulating resin layer ( two- layers^ true ture) of 35 
pm in thickness having openings of 85 pm in diamefeta^ (openings 
6 for the formation of viaholes) with an excellent sis 
accuracy corresponding to the photomask film (see Fig. 2' 
Moreover, the tin plated layer is partially 
opema g for- vdr g 

(8) The substrate provided with the openings is immersed in 

800 g/1 of chromic acid at 70 V, for 19 minutes to dissolve and 
remove the epoxy resin particles existing on the surface of the 
adhesive layer 2b in the interlaminar insulating resin layer 2, 
whereby the surface of the interlaminar insulating resin layer 
2 is roughened (depth: 3 jam) and thereafter the substrate is 
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immersed in a neutral solution (made by Shipley) and washed 
with water (see Fig. 28) . 

Further, a palladium catalyst (made by Atotec Co. , 
Ltd.) is applied to the roughened surface of the substrate to 
give a catalyst nucleus to the surface of the inter laminar 
insulating resin layer 2 and the inner wall surface of the 
opening 6 for viahole . 

(9) The substrate is immersed in an electroless copper 

plating bath having the following composition to form an 
electroless copper plated film 12 having a thickness of 0 . 6 yim 
on the full roughened surface (see Fig. 29) . 

[Electroless plating aqueous solution] 



EDTA 

Copper sulfate 

HCHO 

NaOH 

a , a ' -bipyridyl 
PEG 

[Electroless plating condition] 

liquid temperature of 70 *C 



150 g/1 
20 g/1 
30 ml/1 
40 g/1 

80 mg/1 
0.1 g/1 

30 minutes 



(1-Q-) A c ommercially available photosensitive dry film is 

adhered to the electroia^s copper plated film 12 formed in the 
step (9) and a mask is placed QteisejQn and exposed to a light at 



100 mJ/cm 2 and developed with 0.8% of sodium 



)onate to form 



a^_ p 1 atirag— re-s^r s-t 3 lia vxng a. thickness o f 15 yua — ( coo Fie 

(11) Then, the non-resist forming portion is subjected to an 
electrolytic copper plating under the following conditions to 
form an electrolytic copper plated film 13 having a thickness 
of 15 >im (see Fig. 31) . 
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[Electrolytic plating aqueous solution] 



Sulfuric acid 



180 g/1 



Copper sulfate 



80 g/1 



Additive (made by Atotec Japan. Co 



Ltd. 



trade name: Capalacid GL) 



1 ml/1 



[Electrolytic plating condition] 



current density 



1 A/dm 2 



time 



30 minutes 



temperature 



Room temperature 



(12) 



After the plating resist 3 is peeled off with 5% KOH, 



the electroless plated film 12 beneath the plating resist 3 is 
dissolved and removed by etching with a mixed solution of 
sulfuric acid and hydrogen peroxide to form conductor circuit 5 
(including viahole) of 18 pm in thickness comprised of the 
electroless copper plated film 12 and the electrolytic copper 
plated film 13. Further, it is immersed in 800 g/1 of chromic 
acid at 70 *C for 3 minutes to etch the surface of the adhesive 
layer for electroless plating between conductor circuits 
located at the portion not forming the conductor circuit by 1~ 
2 pm to thereby remove the palladium catalyst remaining on the 
surface (see Fig. 32) . 

(13) The substrate provided with the conductor circuits 5 is 

immersed in an electroless plating aqueous solution of pH=9 
comprising 8 g/1 of copper sulfate, 0.6 g/1 of nickel sulfate, 
15 g/1 of citric acid, 2 9 g/1 of sodium hypophosphite , 31 g/1 
of boric acid and 0.1 g/1 of surfactant to form a roughened 
layer 11 of copper-nickel -phosphorus having a thickness of 3 

pm on the surface of the conductor circuit 5 (see Fig. 33) . In 
this case, the resulting roughened layor 11 has a composition 
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ratio of Cu: 98 mol%, Ni : 1.5 mol% and P: 0.5 mol% as analyzed 
by EPMA (electro probe microanalysis) . 

Further, Cu-Sn substitution reaction is carried out by 
immersing in a solution of 0 . 1 mol/1 of tin borof luoride and 
1.0 mol/1 of thiourea at a temperature of 50 *t) and pH=l . 2 to 
form a Sn layer having a thickness of 0.3 pm on the surface of 
the roughened layer 11 (the Sn layer is not shown) . 



upper 




viaholes 



substrate . 




On the other hand, a solder resist composition is 
pre^red by mixing 46.67 g of a photosensitized oligomer 
(molecui^Lr weight: 4000) in which 50% of epoxy group in 60% by 
weight of csesol novolac type epoxy resin (made by Nippon 
Kayaku Co., Ltds^ dissolved in DMDG is acrylated, 15.0 g of 80% 
by weight of bisph^n^l A- type epoxy resin (made by Yuka Shell 
Co., Ltd. trade name : ^Spikote 1001) dissolved in methyl ethyl 
ketone , 1 . 6 g of an imidazoi^ curing agent (made by Shikoku 
Kasei Co., Ltd. trade name: 2E^ft$Z-CN) , 3 g of a polyvalent 
acrylic monomer (made by Nippon Ka^ku Co., Ltd. trade name: 
R604) as a photosensitive monomer, 1 . i^g- of a polyvalent 
acrylic monomer (made by Kyoeisha Kagaku Cbv, Ltd. trade name: 
DPE6A) , 0.71 g of a dispersion type deforming ^gent (made by 
Sannopuko Co. , Ltd. trade name: S-65) , 2 g of bera§phenone 
(made by Kan to Kagaku Co., Ltd.) as a photoinitiator ^d 0.2 g 
of Micheler's ketone (made by Kan to Kagaku Co., Ltd.) 
photosensitizer an H aH jn.iting n ir i i nonu I y to ? 0 Finn a4 ? r 



Moreover, the measurement of the viscosity is carried 
out by means of a B-type viscometer (made by Tokyo Keiki Co., 
Ltd. DVL-B model) with a rotor No. 4 in case of 60 rpm or a 
rotor No. 3 in case of 6 rpm. 
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(1*€L) The above solder resist composition is applied onto 
both su^f aces of the multilayer wiring substrate obtained in 
the step U^H^at a thickness of 20 pm. Then, the substrate is 
dried at 70 t foi^O minutes and at 70 t for 30 minutes and a 
photomask film of 5 nmsni thickness depicted with circle 
pattern (mask pattern) is placed thereon and then exposed to an 
ultraviolet ray at 1000 mJ / cm 2 and developed with DMTG. 
Further, it is heated at 80 t for lho^r, at 100 t for 1 hour, 
at 120 t for 1 hour and at 150 X: for 3 houh^to form a solder 
resist layer 14 (thickness: 20 pm) opened in the pa&^p^rtion 
(in^ liTiinj vr i ahnl ri and it -.s "l. ^nrj p^rti^n, — epenxiiy size* JTJTP^S^s 

(17) The substrate provided with the solder resist layer 14 
is immersed in an electroless nickel plating aqueous solution 
of pH=5 comprising 30 g/1 of nickel chloride, 10 g/1 of sodium 
hypophosphite and 10 g/1 of sodium citrate for 20 minutes to 
form a nickel plated layer 15 having a thickness of 5 pm in the 
opening portion. Further, the substrate is immersed in an 
electroless gold plating aqueous solution comprising 2 g/1 of 
potassium gold cyanide, 75 g/1 of ammonium chloride, 50 g/1 of 
sodium citrate and 10 g/1 of sodium hypophosphite at 93 t for 
23 seconds to form a gold plated layer 16 having a thickness of 
0 . 03 pm on the nickel plated layer 15 . 

(18) A solder paste is printed on the opening portion of the 
solder resist layer 14 and ref lowed at 200 t: to form solder 
bumps 17 (solder body) , whereby there is produced a printed 
circuit board having solder bumps (see Fig. 40) . 

Example 6 

A printed circuit board having solder bumps is produced 
in the same manner as in Example 5 except that a metal film is 
formed at the following conditions instead of tin substitution. 

(6-1) Ti is adhered on the substrate at an atmospheric 
pressure of 0.6 Pa, a temperature of 100 , an electric power 
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of 200 W and a time of 2 minutes. Then, Ti film existing 
between conductor circuits is etched by chromic acid with 
resin . 

(6-2) Al is adhered on the substrate at an atmospheric 
pressure of 0.5 Pa, a temperature of 100 *C , an electric power 
of 200 W and a time of 1 minute. Then, Al film existing 
between conductor circuits is etched by chromic acid with 
resin . 

(6-3) Zn is adhered on the substrate at an atmospheric 
pressure of 0.6 Pa, a temperature of 100 t , an electric power 
of 200 W and a time of 2 minutes. Then, Zn film existing 
between conductor circuits is etched by chromic acid with 
resin . 

(6-4) Fe is adhered on the substrate at an atmospheric 
pressure of 0.6 Pa, a temperature of 100 *C , an electric power 
of 200 W and a time of 2 minutes. Then, Fe film existing 
between conductor circuits is etched by chromic acid with 
resin . 

(6-5) In is adhered on the substrate at an atmospheric 
pressure of 0.6 Pa, a temperature of 100 *C , an electric power 
of 200 W and a time of 2 minutes. Then, In film existing 
between conductor circuits is etched by chromic acid with 
resin . 

(6-6) Co is adhered on the substrate at an atmospheric 
pressure of 0.6 Pa, a temperature of 100 *C , an electric power 
of 200 W and a time of 2 minutes. Then, Co film existing 
between conductor circuits is etched by chromic acid with 
resin . 

(6-7) Ni is adhered on the substrate at an atmospheric 
pressure of 0.6 Pa, a temperature of 100 *C , an electric power 
of 200 W and a time of 2 minutes. Then, Ni film existing 
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between conductor circuits is etched by chromic acid with 
resin . 




(•6^ai__The substrate is immersed in an aqueous solution 
of lead oxide (3.75 ^/*1JL/ sodium cyanide (26.3 g/1) and sodium 
hydroxide (105 g/1) as an electiroi^ss plating aqueous solution 
to d e pooito on tho ourfaoo of the roughened lay ^ 

(6-9) Bi is adhered on the substrate at an atmospheric 
pressure of 0.6 Pa, a temperature of 100 t , an electric power 
of 200 W and a time of 2 minutes. Then, Bi film existing 
between conductor circuits is etched by chromic acid with 
resin. 

(6-10) Tl is adhered on the substrate at an atmospheric 
pressure of 0.6 Pa, a temperature of 100 *C , an electric power 
of 200 W and a time of 2 minutes. Then, Tl film existing 
between conductor circuits is etched by chromic acid with 
resin . 

Compar ative Exa mple 1 

dry film photo-resist is laminated on the substrate 
treated in ^felie step (1) - (8) of Example 1, and exposed and 
developed to fofcm^a plating resist. Then, after the step (9) 
of Example 1 is carried out, the plating resist is peeled and 
removed in the same manneK^s in the step (12) and the whole 
surface of the conductor circuist is roughened by the step (13) 
of Example 1 . Thereafter , the f oriiteLtion of inter laminar 
insulating resin layer, roughening treatment, the formation of 
plating resist and electroless copper platiri^^are carried out 
in the same manner as in Example 1 , and after 
resist is peeled and removed, a multilayer printed 
board having solder bumps is prod uced by carrying 



Lating 



circ 




Comparative Example 2 
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^multilayer printed circuit board having solder bumps 
is produced in^the^same manner as in Example 1 except that 
after the roughening of the^eoxjductor circuit, Cu-Sn 
substitution reaction is carried ouTb^y immersing in a solution 
of 0.1 mol/1 of tin borofluoride and l.O^^mol/l of thiourea at a 
temperature of 50 C and pH=1.2 to form a Sn I^y^r having a 
thickness of 0.3 \xm on the surfa ce of 
lnynr .i n not 



*^$pT A£ter_IC chip is mounted onto each of the printed 
circuit boards of Examples^and^-GemRarative Examples , heat cycle 
tests of 1000 cycles and 2000 cycles under^n^enditions of -55 
for 15 minutes, room temperature for 10 minute s and 1? ^ 
15 minutes are 

The evaluation of these tests are carried out by 
confirming occurrences of cracks in the multilayer printed 
circuit board by means of a scanning electron microscope after 
the test. Further, the presence or absence of the peeling at 
the boundary between viahole and a lower conductor circuit 
layer is confirmed in the same manner. Furthermore, the peel 
strength is measured according to JTS-C-6481. 

results are shown in Table 1 . As seen from the 

^able, the occurrence of 'crack is not observed 
at about 1000 cycles**ii^Examples and Comparative Examples , 
while the occurrence of crafifc^is observed at 2000 cycles in 
Comparative Examples. Further, thegfeel^strength is indicated 
to be equal or higher value as compared with tJlats^f the 
c onductor— circi H t compjcj nrr\ of only an e3 «=>^+--™i qqq -pi ^t5a^fei 1 m 

Thus , in the invention , cracks of the inter laminar 
insulating resin layer and peeling at the boundary between 
viahole and a lower conductor circuit caused in the heat cycle 
can be prevented while maintaining a practical peel strength. 
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results of 
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Further, the presence or absence of dissolution of the 
conductor circuit due to the local electrode reaction is 
observed by means of sin optical microscope. The results are 
shown in Table 1 with the results of the heat cycle test. As 
seen from the results of Table 1, in Examples wherein the 
surface of the roughened layer is covered with a layer of a 
metal having an ionization tendency of more than copper but 
less than titanium or a noble metal, dissolution of the 
conductor circuit due to the local electrode reaction can be 
controlled . 
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(Table 1) 
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Industr ial Applicabili ty 

As mentioned above, according to the invention, it is 
possible to prevent the occurrence of cracks and the conductor 
peeling in the interlaminar insulating layer and dissolution of 
the conductor circuit due to the local electrode reaction, so 
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that it is possible to surely improve connection reliability of 
the printed circuit board. 
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